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&MF.W DMENT TO TH E CLAIMS 



.currently Amended, A transfer P*P« f » 

printing, comprising: 

(b) . release or barrier layer at least on the side of sal. base 
paper to be Printed, wherein said release or barrier layer has a 
porosity ox at most 100 ^Mn^^UUi^J^^ 
p -,,»nt in an im nunt- up to 15 wt. % ■ 

2 (Origina!, * transfer paper according to ell. 1, -rein the 
release or barrier layer Is applied to the wire side. 

► ,11 A transfer paper according to claim 1, 

3 (Previously presented) A transier p«w 

-herein the porosity is at most 75 ml/fin. 

4 (Previously Presented, A transfer paper according to claim 1, 
wherein the porosity is from 0 to 25 ml/min. 

5 (Previously Presented, A transfer paper according to clai. 1. 
serein the release or barrier Uyer is base d 

alcohol, carbcxymethylcellulose, alginate, gelatin or matures 

thereof . 
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6 (Previously Presented) A transfer paper according to clai, 5, 
wherein the release or barrier layer is based on 
carboxymethylcellulose - 

7. (cancelled) 

(Currently tended) A transfer paper according to claim «. 
wherein the filler is kaolin or talcum. 

9 (Previously Presented) A transfer paper acccrdinc to claim 1, 
herein a nontransferable dye is added to the release or barker 
layer or to the base paper. 

10 (Previously Presented, A transfer paper according to clai. 1, 
serein during the printing of the transfer paper by means of an 
i„ kj et printer with an agueous in. that contains a disperse of 
sublimable dyes, substantially no flowing of the in, occurs. 

U (Previously Presented, A transfer paper according to claim 1, 
wherein the transfer paper is of photo quality. 

12 (Previously Presented, A transfer paper according to claim 
11 i wherein the transfer paper has a single or multiple coated 
base. 

Claims 13-18. (Cancelled) 

19. (Previously Presented) A transfer paper according to clai. 2, 
wherein: 
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the porosity is from 0 to 25 ml/min; 

the release or barrier layer is based on polyvinyl alcohol, 
carboxymethylcellulose, alginate, gelatin or mixtures thereof; 

the release or barrier layer contains up to 15% of filler 
selected from the group of kaolin or talcum; 

a non-transferable dye is added to the release or barrier 
layer or to the base paper; and 

the transfer paper has a single or multiple coated base and 

is of photo quality. 



Claims 20-21. (Cancelled) 
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